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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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AMENDMENT NO. 1 JULY 2003 

TO 

IS 7150 : 1974 SPECIFICATION FOR LIBRARY 

CATALOGUE AND ABSTRACT CARD 

( l'(i,\>e 4, clau.se 3.1.1 ) — Substitute the following for the existing clause : 

.^.1.1 Besides the International Library Catalogue Card, Card of A7 size can 
.ilso be used for Library purposes. For printing of abstracts directly from 
voinputer the same card size may be adopted. For manual preparation of 
.ibsiracts, card of A6 size may be used exclusively.' 

( Pa,^e 6, clause 4.1.1 ) — Substitute the following for the first sentence: 

Catalogue Cards may be made available as continuous card stationery with 
l>cfroration for each strip and mountable on printer for direct printing from 
i ornputers. For manual preparation, catalogue cards may also be made available 
»n ihc foim of four-up (4-up) strips (see Fig. 5)'. 



( MSD 5 ) 



Reprography Unit, BIS, New Delhi, India 



IS s 7150- 1974 

Indian Standard 

SPECIFICATION FOR 
LIBRARY CATALOGUE AND ABSTRACT CARD 

0. FOREWORD 

0.1 This Indian Standard was adopted by the Indian Standards Institution 
on 28 January 1974, after the draft finalized by the Documentation 
Sectional Committee had been approved by the Executive Committee. 

0.2 The catalogue card is intended for storinia; bibliographical 
information for the purpose of retrieval of documents when needed. 

0*3 As the card is used frequently for reference it should have: (a) a 
suitable fibre content with sufficient strength; ( b ) a smooth surface for 
typing and writing, with good erasing quality; (c) precision cut edges 
without curl; and (d) uniform size without spots and free from 
imperfections. 

0.4 There is a need for standardization of the attributes of the card 
given in 0.3 which will facilitate production of cards by manufacturers 
as well as procurement by libraries and other users. 

0.5 This standard contains clause 3.4 which permits the purchaser to 
obtain either plain or ruled cards. 

0.6 In the formulation of this standard due weightage has been given to 
international co-ordination among the standards and practices prevailing 
in different countries in addition to relating it to the practices in the 
field in this country. The following publications have been referred 
to in the preparation of this standard: 

ISA Bulletin 22 Publishers. Book card, contents slip bibliographical 
card. International Federation of the National Standardizing 
Associations. 

CGSM 53-GP- 106/ 1969 Standard for card, index : library 
cataloguing (for permanent use). Canadian Government 
Specification Board. 

DIN 1 S04- 1 956 Sohrifttumskarten ( bibliographic card ) . Deu tscher 
Normenausschuss. 

US AS Z85-1969 Standard for permanent and durable library 
catalogue card. United States of America Standards Institute. 
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0.7 For the required data the Forest Research Institute, Dehra Dun 
carried out the various tests on the catalogue cards manufactured in 
India. 

0.8 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, 
expressing the result of a test or analysis, shall be rounded off in 
accordance with IS : 2*1960*. The number of significant places retained 
in the rounded off value should be the same as that of the specified 
value in this standard. 



1« SCOPE 

1«1 This standard covers the requirements and the methods of sampling 
and testing for the library catalogue card used for cataloguing of 
publications and abstract card used for bibliographical description 
documents, etc. 

l.l.l The requirements for library catalogue card and abstract card 
are the same except for their dimensions. 

2. GRADES 

2.1 There shall be two grades of catalogue cards, namely. Grade 1 and 
Grade 2 as given in Table 1. 

2*2 Grade 1 Catalogue cards may be used in libraries where the 
frequency of handling is more and in other cases Grade 2 cards may be 
used. 

S; REQjUIREMBNTS 

3,1 Olmensloas — The sizes of the card shall be the following: 

a) A7 ( 74 X 105 mm) {see Fig. 1 ), 

b) International Library Catalogue Card (75 x 125 mm) 
(wFig. 2), and 

c) A6 ( 105 X 148 mm) (see Fig. 3). 

9J.1 Besides the International Library Catalogue Card, card of A7 
size can also be used for library purposes. For preparation of abstracts, 
card of A6 size may be used exclusively. 

3.1.2 Tolerance —The tolerance on length and width shall be 
±1 mm. 



^Rulcf for roundiAg off nuiiMrical valuci (fentei). 
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3.2 Card Stock — The card shall be of uniform formation thickness and 
substance, evenly finished and free from specks or other blemishes. The 
card should have a smooth but non-glossy surface. It shall be suitable 
for ruling, typing, printing and writing with ink. It should have a 
good erasing quality. 

3.3 Colour — The colour of the card should preferably be cream-white 
unless otherwise specified. 

3.4 Lines — The cards should be plain or ruled as required by the 
purchaser and the distance between the lines should be 8 nun. 

3.4«1 Ruling commonly used on card is shown in Fig. 4. 

3.5 Punch Hole — The hole shall be punched, if required, on the card 
and shall be at the centre of the long dimension. The centre of the hole 
shall be 8 mm from the bottom edge. The diameter of the hole shall be 
8 mm. 

3.6 The card shall also comply with the requirements given in Table 1 
when tested in accordance with the relevant test methods. 



TABLE 1 REQUIREMENTS FOR CATALOGUE AND ABSTRACT CARD 

( Clausis 2.1» 3.6 and A.2.4.2) 


Sl 
No, 


Chabaotsristic 


RSQUIRBBfENTB 

Grade 1 Grade 2 


Mbthod of TK8T, 
Rsr TO Gl No. 


(1) 


(2) 


(3) 


(4) 


(5) 


i) 
ii) 


Subiunce, g/m* 

Stifiheas factor, 
Min 


225-325 

lO-O 


225-325 
5*0 


6ofIS:1060(PartI).1966^ 
7ofIS;l060(Partin)-I969t 


iU) 

iv) 


Bunt factor, Min 
Thickneiis in mm. 


25-0 
0«35 


lO'O 
035 


12.5 ofIS: 1060 (Part I j-lSee* 
7ofIS:1060(PartI)-1966* 



Max 

*Methods of lampling and teit for paper and allied products, Part I ( r$vutd)» 
tMethods of sampling and teit for paper and allied productii Part III, 



4. PACaUNO 

4.1 Catalogue cards shall be packed in units of hundreds and each unit 
of 100 cards may be properly banded. Five such units shall be suitably 
wrapped in a package. 
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4.1.1 Catalogue cards may also be made available in the form of 
four-up (4«up) strips (see Fig. 5). The strips and sheets shall be of easy 
manual separation. Pin hole perforations shall be avoided. Perforations 
shall be on the side and bottom edges only. All strips and sheets 
supplied shall give, when cut, cards of size given in 3.1. 

5. MARKING 

5*1 Each package may be marked with the following information 

a) Grade of the catalogue card; 

b) Number of cards in the package; 

c) The length, width and thickness of the card; and 

d) The manufacturer's name and trade«mark. 

S«l«i The packages may also be marked with the Standard Mark, 

NOTE — The use of the Standard Mark Is governed by the provisions of the 
Bureau of Indian Standards Act, 1986 and the Rules and Regulations made there- 
under. The Standard Mark on products covered by an Indian Standard conveys 
the assurance that they have been produced to comply with the requirements of that 
standard under a well de6ned system of inspection, testing and quality control 
which is devised and supervised by BIS and operated by the producer. Standard 
marked products are also continuously checked by BIS for conformity to that 
standard as a further safeguard. Details of conditions under which a licence for 
the use of the Standard Mark may be granted to manufacturers or producers may 
be obtained from the Bureau of Indian Standards. 

6. SAMPLING 

6«1 The sampling procedure and the criteria for conformity shall be as 
given in Appendix A. 
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4-Up Strips 

Fio. 5 C^TALOOUB Cards in Strips 
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APPENDIX A 

{Clause 6.1) 

SAMPLING AND CRITERIA FOR CONFORMITY 

A-1- GENERAL PRECAUTIONS 

A-1,1 The precautions given in A-1.1.1 to A*1.L3 shall be followed in 
drawing and handlinj( of samples. 

A-I*l.l Care shall be taken to select samples or portions of packs that 
are not damaged. 

A-1.1.2 Samples shall not be taken from exposed places. They shall be 

{protected from exposure to heat, direct simllght, liquids, varying 
mmidity as well as any other harmful influences. 

A«*l.l*3 Care shall be taken so that handling shall not affect the 
chemical, physical, and other characteristics. 

A-2. SCALE OF SAMPLING 

A*2«l Lot — In a single consignment, all the cards of the same quality 
and grade belonging to the same batch of manufacture shall constitute a 
lot. 

A-2.2 Samples shall be tested from each lot separately for ascertaining 
the conformity of the material to the requirements of this specification. 

A-2.2.1 The number of units to be selected from a lot shall be in 
accordance with col I and 2 of Table 2. 

A-2.3 Selection of Units 

A-2.3.1 If the lot is composed of packages {see 4.1) each containing 
a number of units in it, at least 20 percent of the packages, subject to a 
minimum of two, shall be selected at random. From the selected 
packages, approximately the same number of units shall be selected at 
random so as to give the sample size as given in col 2 of Table 2. At 
each state, selection shall be made at random {see A-2.3.3). 

A-2.3*2 If, however, the lot is composed of units, the required number 
of units shall be selected at random in the first stage according 
to A-2.3.3. 
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A*2.3.3 For the purpose of random selection, a random number table* 
shall be used. In case a random number table is not available the 
following procedure shall be adopted: 

Starting from any unit in the lot, count them in any order as 

1, 2, 3, , up to r and so on where r is the integral part of NIn ( jV 

being the number of units in the lot and n the number of units 
to be selected ). Every rth unit thus counted shall be withdrawn 
from the lot. 



TABLE 2 SCALE OF SAMPLING FOR CATALOGUE AND 
ABSTRACT CARD 




(ClausB A-2.3.1) 






Number of Number 
Units in the of 
Lot Units 

TO BE 

Selec- 
ted 


Cards 

FOR 

Testing 
Visual 

AND Dimen- 
sional 

Character- 
istics 


Permissible 

Number of 

Defective 

Cards 


Number of 
Cards for 
Testing 
Physical 
Require- 
ments 


Permissibli 

Number of 

Defective 

Cards 


(I) (2) 


(3) 


(4) 


(5) 


(^ 


Up to 5 All 


8 





2 





6 .. 100 5 


20 





3 





101 „ 300 8 


32 


1 


4 





301 „ 500 13 


52 


2 


5 


1 


501 „ Over 20 


80 


3 


8 


1 



A-2.4 Selection of Cards and Number of Tests 

A-2.4.1 From each selected unit, an approximately equal number of 
cards shall be taken out so as to give the required number of cards for 
testing visual and dimensional characteristics. A card shall be considered 
defective if it fails to conform to any one of the visual or dimensional 
requirements. The number of cards which are not meeting the visual and 
dimensional requirements shall not exceed the corresponding permissible 
number of defective cards given in col 4 of Table 2. 



*Si4 IS : 4905-1968 Methods of random sampling. 
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A<*2*4.2 From the cards which conform to visual and dimensional 
characteristics {see A''2A*l) sample cards shall be taken out for testing 
physical requirements ( see Table 1 ). A card shall be considered 
defective if it fails to conform to any one of the physical characteristics. 
The number of cards which are not meeting any one of the physical 
requirements shall not exceed the corresponding number of defective 
cards given in col 6 of Table 2. 

A-2*5 Criteria for Conformity — A lot shall be considered as conform- 
ing to this specification when A-2.4*l and A-2.4.2 are satisfied. 
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